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COMPLETE SPECIFICATION. 



Ion Exchange Process for Recovering Americium and Curium. 



We, United States Atomic Energy 
Commission, Washington, District of 
Columbia, 20545, United States of America, 
a duly constituted agency of the Govern- 
ment of the United States of America 
established by the Atomic Energy Act of 
1946 (Public Law 585) and the Atomic 
Energy Act of 1954 (Public Law 703), do 
hereby declare the invention, for which we 
pray that a patent may be granted to us, 
and the method by which it is to be per- 
formed, to be particularly described in and 
by the following statement: — 

This invention relates to a process for 
separating americium and curium from a 
solution of lanthanide and actinide values. 
More specifically this invention relates to 
an ion exchange process for separating 
americium and curium from a nitric acid 
feed solution containing these and other 
lanthanides and actinides and recovering 
these values individually in a pure form. 

The demand for curium and americium is 
increasing as new uses for them are devel- 
25 oped. Curium has been used as a heat 
source in small auxiliary power units which 
can be used to supply electricity in satellites 
and space vehicles. Americium can be 
mixed with beryllium as a neutron source. 
30 The neutrons result from the interaction of 
the alpha particles emitted by the heavy ele- 
ments with the light element beryllium. Both 
curium and americium can be reirradiated 
in an isotope reactor to form heavier trans- 
uranium elements such as californium and 
berkelium. 

These elements are found along with 
other lanthanide and actinide values in 
nuclear reactor fuel reprocessing waste solu- 
tions and thus are available in reasonable 
quantities once they are separated from 
tiu waste solutions. 
At the present, these values are generally 
[Price 5s. Orf j 



recovered by a rather complex method en- 
tailing a number of different types of chemi- 45 
cal separation processes. Each of these 
separation processes requires specialized 
equipment different from that needed for 
any of the other processes. Because of the 
intense' radioactivity emitted by these and 50 
other values present in the reprocessing 
solution, recovery must take place in heavily 
shielded rooms or hot cells which are ex- 
pensive to construct. Because of the large 
amount of equipment required, a large 55 
amount of expensive space is necessary for 
the separation method. 

In addition, because of the number of 
processes required for the recovery, a good 
deal of handling of the solutions is required 60 
which increases recovery costs and which 
may decrease the quantity of values re- 
covered. 

The drawing shows a flow diagram of the 
process of this invention. 55 

A process has been invented for recover- 
ing americium and curium values from each 
other and from a solution containing these 
and other lanthanide and actinide values 
which eliminates some of the disadvantages 70 
of the prior art process. The process of 
this invention comprises passing a solution 
of diethylenetriaminepentaacetic acid (here- 
inafter referred to as DTP A) through an ion 
exchanger resin bed which has been loaded 75 
with these values. The effluent from this 
first bed is passed over a second ion ex- 
change resin bed, until the values present 
are separated into their characteristic bands. 
The values are then eluted from the column 80 
with DTPA and the effluent containing the 
americium and curium values is passed into 
a third ion exchange resin bed where the 
americium and curium are separated from 
each other by eluting them from the resin 85 
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bed with nitrolotriacetic acid (hereinafter 
referred to as NT A). . 

It is therefore the object of this invention 
to provide a relatively simple and compat- 

5 ible process for separating americium and 
curium values from each other and from 
the other Ianthanide and acunide values 
present in nuclear reactor fuel reprocessing 
waste solutions. . . 

10 This and other objects of this invention 
can be attained by saturating a cation ex- 
change resin bed with actinide and Ianthan- 
ide values by passing a nitric acid feed solu- 
tion containing these values through 

15 the bed. The values are elutcd from 
this resin bed with an aqueous solution 
of 0.050 M DTPA at pH 6—7 into a second 
resin bed which has been preconditioned 
with zinc ions. Elution through this second 

20 bed separates the various values into their 
respective bands and separates the amen- 
dura-curium fraction from the europium. 
Continued elution of the values through this 
bed with DTPA permits fractional separa- 

25 tion of the effluent containing the ameri- 
dum-curium values which is then flowed 
onto a third cation exchange resin bed also 
preconditioned with zinc ions. The other 
values, including promethium, may be frac- 

30 tionally separated from each other as tney 
are eluted from the second column. 

The americium-curium values are eluted 
from the third resin bed with a 0 105 M 
aqueous solution of NTA at pH 6.5. This 

35 separates the americium and curium values 
so that they may be fractionally collected in 
the effluent and reduced by methods known 
to those skilled in the art to recover the pure 

40 m The nitric acid feed solution contains 
from 0.1 to 0.5 M hydrogen ions The 
values present may hydrolyze and form a 
precipitate if less hydrogen ion is presen . 
Concentrations greater than 0.5 M will 
45 lower the amount of material which may 
be loaded on the ion exchange resin bed. 
The concentration of lanthanide-actintde 
values contained in the nitric acid feed solu- 
tion is generally about 0.5 M. 
50 All cation exchange resins are suitable tor 
the process of this invention. A resin com- 
mercially available under the name of 
»£wex" (Registered Trade Mark) 50\V 
cross linked to 8% was used for the investi- 
55 gations for the process of this invention 
Dowex 50W is made according to Example 
Iof U.S. patent No. 2,366.007. The particle 
size of the resin may vary widely, but par- 
ticles having a diameter of from 0.30 to 
€0 0 149 mm were used with especially good 
results For the initial loading of the lanth- 
anide and actinide values, the resin can be 
used in either the H + or the NH,+ cycle. . 
The zinc ion in the second and third resin 
65 beds serves as a barrier to restrain the lead- 



ing edge of the front band and to keep all 
bands compact so that the resin can be satu- 
rated to full capacity and the lengths of the 
individual bands do not change as they 
move down the column. To convert the 70 
resin to the zinc form, it is contacted with 
a 1 M zinc nitrate or zinc sulfate solution 
to completely convert the resin to the zinc 

Cy Ztac was found to be the best barrier ion. 75 
Copper and lead were also considered. How- 
ever these ions are reduced in the presence 
of the complexing agent when subjected to 
radiation, forming a precipitate which was 
difficult to remove from the resin bed. 8U 

From 0.025 M to 0.062 M DTPA may be 
used as the elutant. although 0.050 M was 
nreferred. The lower concentrations tend 
to lengthen separation time and produK 
more waste solution, whereas the higher 85 
concentrations are unstable and may form 

Pr A iP conce S ntration of 0.105 M NTA « 
found to work best, although 0.050 to 0.131 
M may be used. , . 

Ammonium hydroxide was the choice to 
buffer both elutants to a pH of6 to 7. 
Sodium hydroxide may also be used. How- 
ever, the sodium ion presents some prob- 
lems during the recovery of the separated 95 

^A^column temperature of 60 — 65°C. is 
preferred, although temperatures from 
45°C to 80°C. are satisfactory. Below 
45 °C the bands of the various elements tuu 
tend to become indistinct and smear, result- 
ing in poor separation. Above 80 C £w 
radiation present causes radiolysis of the 
water and the complexing agent present 
forming a gas which must be removed to 105 
previnf disruption of the eluant flow, which 
will cause poor results. 

Flow rates for DTPA of from 3-4 ml/ 
min-cm 2 are preferred. This flow rate is 
measured on the diameter of the smaflest 110 
column in the separation system at the time. 
Higher flow rates resulted in poorer separ- 
ations of the elements. 

With NTA good separation should resuu 
from flow rates of 3 to 10 ml/min-cm. al- 115 
though o*ly rates from 3 to 6 ml/mm have 
been tested. . . . 

The use of DTPA with a cation resin bed 
containing zinc barrier ions to separate pro- 
methium and americium from each other 120 
and from other lanthanide fission product* 
is known and results in the r fol owing , eluhnn 
sequence: Zn« Pb-'. (Dy-. Ho* . Er+ ) 
Cm- 3 , Am + \ Gd +3 . Eu +3 . Sm* , Y . 
Pm +3 Nd +3 Pr+'. It can be seen that cerium to 
elutes slightly ahead of americium which 
makes separation of the two values diffi- 

CUl It' was discovered, however by substitut- 
ing NTA for the DTPA while using the 130 
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resin in the zinc cycle, that the relative 
elution positions of americium and yttrium 
are altered so that the elution sequence 
becomes: Ho +3 , Y + \ Cm + \ Gd +3 (Eu +3 , 
Am +3 ) Sm +3 , Pm + \ 

This permits good separation factors to 
be attained with this invention. It will be 
noted that the europium and americium 
elute in about the same relative position 
when using NTA. This problem is elimin- 
ated in the first separation cycle using 
DTPA where the europium can easily be 
separated from effluent containing the 
americium-curium values. 

The following example is given as an 
illustration of the process of this invention 
and is not to be taken as limiting the scope 
or extent of the invention. 

EXAMPLE 
A nitric acid feed solution containing 837 
grams Am 241 , 56.7 grams Cm 244 and 185 
grams Pm 147 in addition to other lanthanide 
fission products was divided and loaded into 
two 250-liter beds of Dowex 50W X-8 (0.30 



to 0.149 mm) resin in the H + cycle and the 25 
loaded resin washed with demineralized 
water. The feed solution also contained 
0.41 M hydrogen ions. 

A number of columns of the same resin 
were prepared in the zinc cycle with an 30 
aqueous solution of zinc nitrate. 

The absorbed band of trivalent ions was 
then eluted from the feed bed through the 
zinc cycle resin with an aqueous solution 
of 0.050 M DTPA, buffered to pH 6.5 with 35 
NH^OH and pumped at a rate of 3.8 ml/ 
min-cnr. The columns were thermostatic- 
ally controlled to operate at 60— 65°C. 

After the bands were formed, elution was 
continued and the bands separated by frac- 40 
tionally collecting the effluent. The effluent 
containing the americium and curium values 
was sent to storage tanks for further separ- 
ation. At this time, upon completion of 
the first cycle, a product summary was 45 
made, as shown in Table I. 

In Table I is a summary of the product 
recovery made after completion of the first 
or DTPA cycle. 



TABLE I 



Isotope 



Product 



End Cuts 



Material Balance 



Am 2 ' 1 
Cm 214 
Pm 147 



718.0 gms 
59.8 gms 
120.2 gms 



80 gms 
0,010 gms 
31.3 gms 



95% 
105% 
82% 



¥■ 



55 Promethium recovery as shown was final. 
Although the percent of recovery appears 
low, it agrees with recoveries which are ob- 
tained under production conditions. 

The stored solution containing the ameri- 

60 cium-curium values was pumped into a bed 
of Dowex 50W X-8 (0.30 to 0.149 mm) in 
the hydrogen ion cycle and the resin washed 
with 150 liters of 0.050 M NH 4 N0 3 to re- 
move all absorbed hydrogen ion from the 

75 TAB! 



resin and to prevent possible precipitation of 65 
the acid form of the eluting agent. The 
values are then eluted through beds of the 
resin in the zinc cycle with 0.105 M NTA 
buffered to pH 6.38 with NH 4 OH. The 
columns were operated at 60— 65 °C. and 70 
the flow rate was 3—6 ml/min-cm 2 . Upon 
elution the effluent was fractionally collected 
and the results analyzed. 
The final results are shown in Table II. 

I II 



Isotope Feed Recovered Material Balance 



Am 241 837 gms 785 gms 91% 

Cm 24 * 56 J gms 54.3 gms 96% 



It can be seen that good separation was 
attained between the americium and curium 
and that little valuable product was lost 
during the process. Although the second 
cycle was commenced by loading the 
curium-americium effluent, this is not neces- 
sary. The effluent from the first cycle con- 
taining the americium-curium values may be 
flowed directly on the second resin bed in 



the zinc cycle and the NTA substituted for 
the DTPA without the intermediate step 
used in the above example. 

WHAT WE CLAIM IS: — 

1. A method of separating americium 
and curium values from each other and 
from a mixture of lanthanide and actinide 
values contained in a nitric acid feed solu- 
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don comprising: passing said solution over 
a first cation exchange resin whereby the 
values Sc absorbed on the resin, eluting 
said values by passing dierty enetnamine- 
5 Sntaacetic acid (DTPA) solution over the 
5 S and flowing the effluent from the : resin 
containing the values over a second ca tion 
p«rhana e resin in the zinc form whereby the 
values fre concentrated in their character- 
10 3c bands, eluting said values by passing 
DTPA solution over the resin bed and flow- 
tag the effluent containing the americium 
and curium values over a third cation ex- 
change resin in the zinc form, passing 
15 nitrilotriacetic acid (NTA) solution over he 
"hird resin bed. thereby separating the 
americium and curium values from each 
other an™ fractionally collecting the effluent 
containing said values. !,„,„:„ .h* 

20 2 The process of claim 1 wherein i the 
20 DTPA solution is from 0.025 to 0.062 M 
and the NTA solution is from 0.050 to 

°"3 31 The process of claim 2 wherein the 
25 pH of the DTPA solution is from 6—7 and 

the pH of the NTA solution is from 6- 7. 
4 The process of claim 2 wherein the 

hydrogen ion concentration of the nimc 

acid feed solution is from 0.1 to 0.5 mole 
30 5 The process of claim 3 wherein the 

tempeAtureof each cation exchange resin 

bed is from 45— 80°C. 



6. The process of claim 3 wherein the 
temperature of each cation exchange resin 
seDaration is from 60 — 65 C. •„-..„ 

7 A method of separating americium 
and curium values from each other and 
from a mixture of lanthanide actinde 
values contained in a nitric acid ^ s olu- 
tion comprising: adjusting the hydrogen ion 40 
content of said feed solution to 0.1 to 0.5 
molar, passing said solution over a first 
£Son exchange resin at a temperature of 
60— 65 °C. whereby said values are absorbed 
orTuie resin, passing an aqueous solution 45 
containing 0.050 M DTPA over said first 
resin ^flowing the effluent from the resin 
containing the values over a second cation 
Schangeresin in the zinc form at a temper- 
Sure of 60-65°C. whereby the values are 50 
concentrated in their characteristic bands, 
efuting me values by passing an aqueous 
Son of 0.050 M DTPA over the resin 
and flowing the effluent containing the 
americium and curium values over a third 55 
cation exchange resin in the zinc form at 
a temperature of 60-65 C "-£™ n hJ? 
aqueous solution containing 0.105 M N 1 A 
over said third resin bed. thereby separating 
the americium and curium va ues from each 60 
other, and fractionally collecting the effluent 
containing said values. 

POTTS, KERR & O'BRIEN. 



BNSOOCID: <GB 1 



.1 1 93596 A_L> 




1193596 COMPLETE SPECIFICATION 

1 SHEET r/ ! /s drawing Is a reproduction of 
the Original on a reduced scale 
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